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Please amend the claims as follows. 

1 . (Four times Amended) A Ti-Zr alloy comprising (1) Sn, (2) at least one of Ti and 
Zr, and (3) at l e ast one of Nb and Ta; 

wherein Sn is present in an amount of 3-6 at% and said alloy having shape memory and 
superelasticity characteristics at human body temperature. 

2. (Original) The alloy as claimed in claim 1, wherein the total percentage of the Ti 
and Zr in said alloy is from 90 to 74 atom%. 

3. (Original) The alloy as claimed in claim 1, wherein the total percentage of Nb 
and Ta in said alloy is from 8 to 20 atom%. 

4-7. (Cancelled) 

8. (Original) An orthodontic appliance comprising the alloy as defined in Claim 1. 

9. (Original) An artificial dental implant comprising the alloy as defined in claim 1 . 

10. (Original) An artificial arthrosis comprising the alloy as defined in Claim 1. 

1 1 . (Original) A bone material comprising the alloy as defined in Claim 1 . 

12. (Original) A bone fixator comprising the alloy as defined in Claim 1. 

13. (Original) A thrombus inhibitor comprising the alloy as defined in Claim 1. 

14. (Original) A catheter introducer comprising the alloy as defined in Claim 1 . 

15. (Original) A Harrington bar comprising the alloy as defined in Claim 1 . 

16. (Previously presented) An artificial joint comprising the alloy as defined in claim 

1. 

17. (Currently Amended) An alloy comprising (1) Sn, (2) at least one of Ti and Zr, 
and (3) at l e ast one of Nb and Ta; 
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wherein the total percentage of the Ti and Zr in said alloy is from 90 to 74 at.%, Sn is 
present in an amount of 3-6 at.%, and said alloy having shape memory and superelasticity 
characteristics at human body temperature. 

18. (Original) The alloy as claimed in claim 17, wherein the total percentage of Nb 
and Ta in said alloy is from 8 to 20 atom%. 

19. (Original) An orthodontic appliance comprising the alloy as defined in Claim 17. 

20. (Original) An artificial dental implant comprising the alloy as defined in claim 

17. 



21. 


(Original) 


An artificial arthrosis comprising the alloy as defined in Claim 17. 


22. 


(Original) 


A bone material comprising the alloy as defined in Claim 17. 


23. 


(Original) 


A bone fixator comprising the alloy as defined in Claim 17. 


24. 


(Original) 


A thrombus inhibitor comprising the alloy as defined in Claim 17. 


25. 


(Original) 


A catheter introducer comprising the alloy as defined in Claim 17. 


26. 


(Original) 


A Harrington bar comprising the alloy as defined in Claim 17. 


27. 


(Original) 


An artificial joint comprising the alloy as defined in claim 17.— 
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